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© Nonwoven fibrous non-elastic webs, reinforced nonwoven fibrous non-elastic webs and methods of forming 
the same are disclosed. The nonwoven fibrous non-elastic webs are a hydrauiicaily entangled coform or 
admixture of non-elastic meltblown fibers and fibrous material, with or without particulate material. The fibrous 
material (e.g., non-elastic fibrous material) can be at least one of pulp fibers, staple fibers, meltblown fibers and 
continuous filaments. The use of meltblown fibers facilitates the hydraulic entangling, resulting in a high degree 
f^of entanglement and enabling the more effective use of shorter fibrous material. The hydraulic entangling 
^technique provides a nonwoven fibrous material having a high web strength and allows for good control of other 
product attributes, such as absorbency, wet strength, printabiiity and abrasion, resistance. The coform can be 
^hydrauiicaily entangled with a reinforcing material, e.g., a melt-spun nonwoven, a scrim, screen, net, etc. 
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NONWOVEN FIBROUS NON-ELASTIC MATERIAL AND METHOD OF FORMATION THEREOF 



It nas been desired to provide a coform having increased web strength, low linting and high durability 
vwtnout a s.gnincant loss of the web's drape, bulk and cloth-like hand. Moreover, it has been desired to 
prov.de such coform materials as part of, e.g.. a laminate, having various uses such as in protective 
clothmg, wipes and as cover-stock for personal care absorbent products. 

U.S. Patent No. 4.100,324 to Anderson et al, the contents of which are incorporated her-in by 
reference, discloses a nonwoven fabric-like composite material which consists essentially of an air-formed 
matrix of thermoplastic polymer microfibers having an average fiber diameter of less than about 10 urn and 
a multiplicity of individualised wood pulp fibers disposed throughout the matrix of microfibers and engaging 
at least some of the microfibers to space the microfibers apart from each other. This patent discloses that 
the wood pulp fibers can be interconnected by and held captive within the matrix of microfibers by 
mecnanical entanglement of the microfibers with the wood pulp fibers, the mechanical entanglement and 
interconnection of the microfibers and wood pulp fibers alone, without additional bonding, e.g., thermal 
resin, etc. and thus forming a coherent integrated fibrous structure. However, the strength of the web can 
be improved by embossing the web either ultrasonically or at an elevated temperature so that the 
ts cr.ermopiast.c microfibers are flattened into a film-like structure in the embossed areas. Additional fibrous 
and.or particulate materials including synthetic fibers such as staple nylon fibers and natural fibers such as 
cotton, flax, jute and silk can be incorporated in the composite material. The material is formed by initially 
forming a primary air stream containing meltblown microfibers. forming a secondary air stream containing 
wood pulp fibers (or wood pulp fibers and/or other fibers, with or without particulate material), merging the 
20 primary and secondary streams under turbulent conditions to form an integrated air stream containing a 
thorough mixture of the microfibers and wood pulp fibers, and then directing the integrated air stream onto 
a forming surface to air-form the fabric-like material. 

U.S. Patent No. 4,1 18,531 to Hauser relates to microfiber-based webs containing mixtures of microfibers 
and crimped bulking fibers. This patent discloses that crimped bulking fibers are introduced into a stream of 
25 blown microfibers. The mixed stream of microfibers and bulking fibers then continues to a collector where a 
web of randomly intermixed and intertangled fibers is formed. 

U.S. Patent No. 3.485.706 to Evans discloses a textile-like nonwoven fabric and a process and 
apparatus for its production, wherein the fabric has fibers randomly entangled with each other in a repeating 
pattern of localized entangled regions interconnected by fibers extending between adjacent entangled 
30 reg.ons. The process disclosed in this patent involves supporting a layer of fibrous material on an apertured 
patterning member for treatment, jetting liquid supplied at pressures of at least 200 pounds per square inch' 
(psi) gage to form streams having over 23.000 energy flux in foot-poundals/inch 2 ". second at the treatment 
distance, and traversing the supporting layer of fibrous material with the streams to entangle fibers in a 
pattern determined by the supporting member, using a sufficient amount of treatment to produce uniformly 
35 patterned fabric. The initial material is disclosed to consist of any web. mat, batt or the like of loose fibers 

disposed in random relationship with one another or in any degree of alignment. 

' Please see conversion list, attached. 

U.S. Reissue Patent No. 31,601 to Ikeda et al discloses a fabric, useful as a substratum for artificial 
leather, which comprises a woven or knitted fabric constituent and a nonwoven fabric constituent The 

40 nonwoven fabric constituent consists of numerous extremely fine individual fibers which have an average 
diameter of 0.1 to 6.0 am and are randomly distributed and entangled with each other to form a body of 
nonwoven fabric. The nonwoven fabric constituent and the woven or knitted fabric constituent are 
superimposed and bonded together, to form a body of composite fabric, in such a manner that a portion of 
the extremely fine individual fibers and the nonwoven fabric constituent penetrate into the inside of the 

45 woven or knitted fabric constituent and are entangled with a portion of the fibers therein. The composite 
fabric is disclosed to be produced by superimposing the two fabric constituents on each other and jetting 
numerous fluid streams ejected under a pressure of from 15 to 100 kg/cm*- toward the surface of the 
fibrous web constituent. This patent discloses that the extremely fine fibers can be produced by using any 
or the conventional fiber-producing methods, preferably a meltblown method. 

so * Please see conversion list, attached. 

U.S. Patent No. 4.190,695 to Niederhauser discloses lightweight composite fabrics suitable for general 
purpose wearing apparel, produced by a hydraulic needling process from short staple fibers and a substrate 
of continuous filaments formed into an ordered cross-directional array, the individual continuous filaments 
being interpenetrated by the short staple fibers and locked in placed by the high frequency of staple fiber 
reversals. The formed composite fabrics can retain the staple fibers during laundering, and have com- 
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parable cover and fabric aesthetics to woven materials of high basis weight. 

U.S. Patent No. 4,426,421 to Nakamae et al discloses a multi-layer composite sheet useful as a 
substrate for artificial leather, comprising at least three fibrous layers, namely, a superficial layer consisting 
cf spun-laid extremely fine fibers entangled with each other, thereby forming a body of a nonwoven fibrous 
layer; an intermediate layer consisting of synthetic staple fibers entangled with each other to form a body of 
nonwoven fibrous layer; and a base layer consisting of a woven or knitted fabric. The composite sheet is 
disclosed to be prepared by superimposing the layers together in the aforementioned order and, then, 
incorporating them together to form a body of composite sheet by means of a needle-punching or water- 
stream-ejecting under a high pressure. This patent discloses that the spun-laid extremely fine fibers can be 
produced by the meltblown method. 

U.S. Patent No. 4,442,161 to Kirayoglu et aJ discloses a spunlaced (hydraulically entangled) nonwoven 
fabric and a process for producing the fabric, wherein an assembly consisting essentially of wood pulp and 
synthetic organic fibers is treated, while on a supporting member, with fine columnar jets of water. This 
patent discloses it is preferred that the synthetic organic fibers be in the form of continuous filament 
nonwoven sheets and the wood pulp fibers be in the form of paper sheets. 

Existing hydraulically entangled materials suffer from a number of problems. Such material do not 
exhibit isotropic properties, are not durable (e.g., do not have good pill resistance) and do not have enough 
abrasion resistance. Therefore, it is desired to provide a nonwoven web material having high web strength 
and integrity, lower linting and high durability without a significant loss of the web's drape, bulk and cloth- 
like hand. Moreover, it is desired to provide a process for producing such a material which allows for control 
of other product attributes, such as absorbency, isotropic properties, wet strength, barrier properties, 
printability and abrasion resistance. 

Accordingly, it is an object of the present invention to provide a hydraulically entangled nonwoven 
fibrous material (e.g., a nonwoven fibrous self-supporting material, such as a web) having a high web 
strength and integrity, low linting and high durability, and methods for forming such material. This object is 
solved by the material according to independent claim 1 and the process according to independent claim 
19. Further advantageous features of this material and process are evident from the dependent claims. 

It is a further object of the present invention to provide a reinforced nonwoven fibrous web material, 
wherein the web includes a reinforcing material, e.g. a melt-spun nonwoven, a scrim, screen, net, knit, 
woven material, etc., and methods of forming such reinforced nonwoven fibrous web material. 

This object is solved by the material according to independent claim 16 and the process according to 
independent claim 38. Further advantageous features of this material and process are evident from the 
dependent claims. 

The present invention relates to fibrous non-elastic materials and methods for making these. The 
invention, therefore, provides nonwoven fibrous non-elastic material, and reinforced nonwoven fibrous 
material, wherein the nonwoven fibrous material is a hydraulically entangled coform (e.g. admixture) of non- 
elastic meltblown fibers and fibrous material (e.g.. non-elastic fibrous material), with or without particulate 
material. The fibrous material can be at least one of pulp fibers, staple fibers, meltblown fibers and 
continuous filaments. Such material has applications for wipes, tissues and garments, among other uses. 

Moreover, the present invention provides methods of forming such nonwoven material and methods of 
forming reinforced nonwoven material by hydraulic entangling techniques. 

The present invention achieves each of the above objects by providing a composite nonwoven fibrous 
non-elastic web material formed by hydraulically entangling a coform comprising an admixture of non- 
elastic meltblown fibers and fibrous material, with or without particulate material. The fibrous material can be 
at least one of pulp fibers, staple fibers, meltdown fibers and continuous filaments. The use of meltblown 
fibers as part of the deposited admixture subjected to hydraulic entangling facilitates entangling. This 
results in a high degree of entanglement and allows the more effective use of shorter fibrous material. 
Meltblown fibers can be relatively inexpensive (more economical) and have high covering power (i.e., a 
large surface area), and thus increase economy. Moreover, the use of meltblown fibers can decrease the 
amount of energy needed to hydraulically entangle the coform as compared to entangling separate layers 
and producing an intimate blend. 

The use of meltblown fibers provides an improved product in that the entangling and intertwining 
among the meltblown fibers and fibrous material (e.g., non-elastic fibrous material) is improved. Due to the 
relatively great length and relatively small thickness (denier)" of the meltblown fibers, wrapping or 
intertwining of meltblown fibers around and within other fibrous material in the web is enhanced. Moreover, 
the meltblown fibers have a relatively high surface area, small diameters and are sufficient distances apart 
from one another to, e.g., allow cellulose, staple fiber and meltblown fibers to freely move and entangle 
within the fibrous web. 
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' Please see list of conversions, attached. 

f h e ° f me ltblown fibers, as part of a coform web that is hydraulically entangled, have the 
™^ ™ th3t , pn0r , 10 h l draU,iC entsnalement - *e web has some degree of entanglement and 
.ntegnty. , n.s can allow lower basis weight to be run and also can decrease the number of entanoiino 
5 treatments (energy) to achieve a given set of desired properties entangling 
The use of hydraulic entangling techniques, to mechanically entangle (e.g.. mechanically bond) the 

nteueo sTchT 'nplI n 3 " H Sin9 ° thS : b ° ndin9 techni ^ es - inc,udi "9 «her mechanica. entangling tech- 
niques such as needle punching, provides a composite nonwoven fibrous web material having increased 

rr It!rf h"' Tf^ a " 0WS f ° r b6tter C ° ntr01 ° f ° ther product attributes - »«=h as absorbent 
" ^3^0,^5^ abraSi ° n reSiStanC8 ' ^ Pr0perti - tactiie feeing. 

. rn ^ eOV fH" by . hydrau,ica,ly ^tangling a coform of non-elastic meltblown fibers and fibrous material. 

XTJS .'r r 9 r teria '' Stren9th and ime9rity ° f the COf0rm can be dramatically improved 
without serious reduction in the coform's drape and cloth-like hand 

15 hvJr,, a , d 3 f' 0n ' f by , fUrther 3ddin9 a ' ayer (W6b) ° f me ltblown «°ers to the coform web. and then 
h/arauhcally entangling such meltblown fiber layer/coform web. barrier properties of the formed structure 
(-.g barrier to passage of liquids and particulate material) are enhanced while breathability is retained 

Hydraulically entangled coforms of the present invention can exhibit no measured loss in basis weight 
arter being machine washed and can be used in durable applications. In many cases, fiber pilling does not 

20 occur because of the meltblown fibers within the coforms. 

en M nn2'oV S * SChem ? tiC ° f 008 6Xample ° f *" a PParatus for forming a nonwoven hydraulically 
entangled coform material of the present material; 

n* a JIm' 2A 2B uf 6 P hotomicr °g ra P hs (85X and 86X) magnification, respectively) of respective sides 
of a meltblown and stable fiber coform of the present invention; 

25 m » m 2£' 3A 3B , ^ P hotomicro 9 ra P hs WW and 75X magnification, respectively) of respective sides 
of a meltblown and pulp coform of the present invention; and 

R 9. 4 is a photomicrograph (86X magnification) of a meltblown and continuous filament of spunbond 
coform of the present invention. 
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hp 2 J I 6 ? °" W bribed connection with the specific and preferred embodiments, it will 

in ! "T« T ! 'I tSnded t0 " mit inventi ° n t0 thoses embodiments. On the contrary, it is 

•ntended to cover all alterations, modifications and equivalents as may be included within the spirit and 
scope of the invention as defined by the appended claims. 

P; es ® n V nVenti0 " contemplates a nonwoven fibrous web of hydraulically entangled coform material 
m.1*. n £ Til 9 th6 Same " WWCh inv ° lveS the P rocessin 9 °f a coform or admixture of non-elastic 
£*• ^JT. . °u S materia ' (e 9 - non ' elastic fibrous nnaterial). with or without particulate material. 

S^nt! ™ ^materia, can be at least one of the pulp fibers, staple fibers, meltblown fibers and continuous 
..laments. The admixture is hydraulically entangled, that is. a plurality of high pressure, i.e.. 100 par (gauqe) 

mJinv ,f' 9 " , 1°°° PS ' V ' iqUid C0 ' Umnar StrearnS 3re jetted toward 3 surface ° f admixture, tLeby 
mechanically entangl.ng and intertwining the non-elastic meltblown fibers and the fibrous material e g puto 
fibers and/or staple fibers and/or meltblown fibers and/or continuous filaments, with or without particulates 
Please see list of conversions, attached. 

By a coform of non-elastic meltblown fibers and fibrous material, we mean a codeposited admixture of 
non-elastic meltblown fibers and fibrous material, with or without particulate materials. Desirably, the fibrous 
mS2'«Tl! ^ ? U ' Particulates ' is interming.ed with the meltblown fibers just after extruding the 
material of the meltblown fibers through a meltblowing die. e.g.. as discussed in U.S. Patent No. 4 100 324 
^nJlnT T atena ' may include P U| P fibers - s t a P'e fibers and/or continuous filaments. Such a coform may 
contain about 1 to 99% meltblown fibers by weight. By codepositing the meltblown fibers and at least one 
of staple fibers, pulp fibers and continuous filaments, with or without particulates, in the foregoing manner a 
^mronl ^ homogenous admixture is deposited to be subjected to the hydraulic entanglement. In addition, 
controlled placement of fibers within the web can also be maintained 

^J^nn^TT" 31 maV 3130 bS meltblown fibers - Desirably, streams of different meltblown fibers are 
intermingled just after their formation, e.g.. by extrusion, of the meltblown fibers through the meltblowing die 

mJ2?K , 3 COf ° rm may be 3n admixture of microfibers. macrofibers or both microfibers and 
mrh 2 ♦ eV ! nt thS C ° f0rm preferab 'y contains sufficient free or mobile fibers and sufficient less 

Ground £Sl£. Pr0VK ? * « 6 dSSired d69ree ° f entan ' 9 ' inS and fining, i.e.. sufficient fibers to wrap 
around or intertwine and sufficient fibers to be wrapped around or intertwined 

It is not necessary that the coform web (e.g.. the meltblown fibers) be totally unbonded when passed 
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into the hydraulic entangling step. However, the main criterion is that, during the hydraulic entanaling, there 
are sufficient free fibers (the fibers are sufficiently mobile) to provide the desired degree of entangling. 
Thus, if the meJtblown fibers have not been agglomerated too much in the meltblowing process, such 
sufficient mobility can possibly be provided by the force of the jets during the hydraulic entangling. The 
s degree of agglomeration is affected by process parameters, e.g., extruding temperature, attenuation air 
temperature, quench air or water temperature, forming distance, etc. Alternatively, the coform web can be, 
e.g., mechanically stretched and worked (manipulated), e.g., by using grooved nips or protuberances, prior 
to the hydraulic entangling to sufficiently unbond the fibers. 

Fig. 1 schematically shows an apparatus for producing the nonwoven hydraulically entangled coform 
10 material of the present invention. 

A primary gas stream 2 of non-elastic meitblown fibers is formed by known meltblowing techniques on 
conventional meltblowing apparatus generally designated by reference numeral 4, e.g., as discussed in U.S. 
Patent Nos. 3,849,241 and 3,978,185 to Buntin et al and U.S. Patent No. 4,048.364 to Harding et ai. the 
contents of each of which are incorporated herein by reference. Basically, the method of formation involves 
rs extruding a molten polymeric material through a die head generally designated by the reference numeral 6 
into fine streams and attenuating the streams by converging fiows of high velocity, heated fluid (usually air) 
supplied from nozzles 8 and 10 to break the polymer streams into fibers of relatively small diameter. The 
die head preferably includes at least one straight row of extrusion apertures. The fibers can be microfibers 
or macrofibers depending on the degree of attenuation. Microfibers are subject to a relatively greater 
20 attenuation and have a diameter of up to about 20 urn, but are generally approximately 2 to 12 urn in 
diameter. Macrofibers generally have a larger diameter, i.e., greater than about 20 urn e.g., 20-100 urn 
usually about 20-50 urn. Generally, any non-elastic thermoformable polymeric material can be used for 
forming the meitblown fibers in the present invention, such as those disclosed in the aforementioned Buntin 
et al patents. However, polyolefins, in particular polyethylene and polypropylene, polyesters, in particular 
25 polyethylene terephthalate and polybutylene terephthaiate, polyvinyl chloride and acrylates are some that * 
are preferred. Copolymers of the foregoing materials may also be used. r 

The primary gas stream 2 is merged with a secondary gas stream 12 containing fibrous material, e.g., 
at least one of pulp fibers, staple fibers, meitblown fibers and continuous filaments, with or without 
particulates. Any pulp (wood cellulose) and/or staple fibers and/or meitblown fibers and/or continuous 
30 filaments, with or without particulates, may be used in the present invention. However, sufficiently long and 
flexible fibers are more useful for the present invention since they are more useful for entangling and 
intertwining. Southern pine is an example of a pulp fiber which is sufficiently long and flexible for 
entanglement, other pulp fibers include red cedar, hemlock and black spruce. For example, a type Croften 
ECH kraft wood pulp (70% Western red cedar/30% hemlock) can be used. Moreover, a bleached Northern 
35 softwood kraft pulp known as Terrace Bay Long Lac-19, having an average length of 2.6 mm is also 
advantageous. A particularly preferred pulp material is IPSS (International Paper Super Soft). Such pulp is 
preferred because it is an easily fiberizable pulp material. However, the type and size of pulp fibers are not 
particularly limited due to the unique advantages gained by using high surface area meitblown fibers in the 
present invention. For example, short fibers such as eucalyptus, other such hardwoods and highly refined 
40 fibers, e.g., wood fibers and second-cut cotton, can be used since the meitblown fibers are sufficiently small 
and encase and trap smaller fibers. Moreover, the use of meitblown fibers provide the advantage that 
material having properties associated with the use of small denier* fibers (e.g., 1.35 denier o: less) can be 
achieved using larger denier fibers. Vegetable fibers such as abaca, flax and milkweed can also be used. 
* Please see list of conversions, attached. 
45 Staple fiber materials (both natural and synthetic) include rayon, polyethylene terephthalate, cotton (e.g., 
cotton linters), wool, nylon and polypropylene. 

Continuous filaments include filaments, e.g., 20um or larger, such as spunbond, e.g., spunbond 
polyolefins (polypropylene or polyethylene), bicomponent filaments, shaped filaments, nylons or rayons and 
yarns. 

so The fibrous material can also include minerals such as fiberglass and ceramics. Also, inorganic fibrous 
material such as carbon, tungsten, graphite, boron nitrate, etc., can be used. 

The secondary gas stream can contain meitblown fibers which may be microfibers and/or macrofibers. 
The meitblown fibers are, generally, any non-elastic thermoformable polymeric material noted previously. 
The secondary gas stream 12 of pulp or staple fibers can be produced by a conventional picker roll 14 
55 having picking teeth for diveliicating pulp sheets 16 into individual fibers. In Fig. 1, the pulp sheets 16 are 
fed radially, i.e., along a picker roll radius, to the picker roll 14 by means of rolls 18. As the teeth on the 
picker roll 14 diveilicate the pulp sheets 16 into individual fibers, the resulting separated fibers are 
conveyed downwardly toward the primary air stream 2 through a forming nozzle or duct 20. A housing 22 
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encloses the picker roll 14 and provides passage 24 between the housing 22 and the picker roll surface. 

Process air is supplied to conventional means, e.g., a blower, to the picker roll 14 in the passage 24 via 

due: 26 in sufficient quantity to serve as a medium for conveying fibers through the duct 26 at a velocity 

approaching that of the picker teeth. 
5 Staple fibers can be carded and also readily delivered as a web to the picker or iikerin roll 14 and thus 

delivered randomly in the formed web. This allows use of high line speeds and provides a web having 

isotropic strength properties. 

Ccntinuous filaments can, e.g., be either extruded through another nozzle or fed as yarns supplied by 

educiing with a high efficiency Venturi duct and also delivered as a secondary gas stream. 
w A secondary gas stream including meltblown fibers can be formed by a second meltblowing apparatus 

of the type previously described. The meltblown fibers in the secondary gas stream may be of different 

sizes or different materials than the fibers in the primary gas stream. The meltblown fibers may be in a 

single stream or two or more streams. 

The primary and secondary streams 2 and 12 are merging with each other, with the velocity of the 
rs secondary stream 12 preferably being lower than that of the primary stream 2 so that the integrated stream 

28 flows in the same direction as primary stream 2. The integrated stream is collected on belt 30 to form 

cofcrm 32. With reference to forming coform 32. attention is directed to the techniques described in U S 

Patent No. 4 ,1 00,324. 

The hydraulic entangling technique involves treatment of the coform 32, while supported on an 

20 apertured support 34, with streams of liquid from jet devices 36. The support 34 can be any porous web 
supporting media, such as rolls, mesh screens, forming wires or apertured plates. The support 34 can also 
have a pattern so as to form a nonwoven material with such pattern. The apparatus for hydraulic 
entanglement can be conventional apparatus, such as described in U.S. Patent No. 3,485.706 to Evans or 
as shown in Rg. 1 and described by Honeycomb Systems, Inc.. Biddeford, Maine, in the article entitled 

25 "Rctary Hydraulic Entanglement of Nonwovens" reprinted from INSIGHT 86 INTERNATIONAL ADVANCED 
FORMING/BONDING CONFERENCE , the contents of each of which are Tr^ orporated herein by reference. 
On such an apparatus, fiber entanglement is accomplished by jetting liquid supplied at pressures, e.g., of at 
least about 100 psrto form fine, essentially columnar, liquid streams toward the surface of the supported 
coform. The supported coform is traversed with the streams until the fibers are entangled and intertwined. 

30 The coform can be passed through the hydraulic entangling apparatus a number of times on one of both 
sides. The liquid can be supplied at pressures of from about 100 to 3,000 psi". The orifices which produce 
the columnar liquid streams can have typical diameters known in the art. e.g., 0.005 inch", and can be 
arranged in one or more rows with any number of orifices, e.g., 40, in each row. Various techniques for 
hydraulic entangling are described in the aforementioned U.S. Patent No. 3.485,706, and this patent can be 

35 referred to in connection with such techniques. 
" Please see conversions list, attached. 

After the coform has been hydrauiicaliy entangled, it may, optionally, be treated at bonding station 38 to 
further enhance its strength. For example, a padder includes an adjustable upper rotatable top roll 40 
mounted on a rotatable shaft 42, in light contact or stopped to provide a 1 or 2 mil*gap between the rolls, 

40 with a lower pick-up roil 44 mounted on a rotatable shaft 46. The lower pick-up roll 44 is partially immersed 
in a bath 48 of aqueous resin binder composition 50. The pick-up roll 44 picks up resin and transfers it to 
the hydrauiicaliy entangled coform at the nip between the two rolls 40, 44. Such a bonding station is 
disclosed in U.S. Patent No. 4,612,226 to Kennette, et al., the contents of which are incorporated herein by 
reference. Other optional secondary bonding treatments include thermal bonding, ultrasonic bonding, 

4S adhesive bonding, etc. Such secondary bonding treatments provide added strength, but can also stiffen the 
coform. After the hydrauiicaliy entangled coform has passed through bonding station 38. it is dried in, e.g., 
through dryer 52 or a can dryer and wound on winder 54. 
'Please see conversions list, attached. 

The coform of the present invention can also be hydrauiicaliy entangled with a reinforcing material (e.g., 
so a reinforcing layer such as a scrim, screen, netting, knit or woven material). A particularly preferable 
technique is to hydrauiicaliy entangle a coform with continuous filaments of a polypropylene spunbond 
fabric, e.g., a spunbond web composed of fibers with an average denier* of 2.3 d.p.f. A lightly point bonded 
spunbond can be used; however, for entangling purposes, unbonded spunbond is preferable. The spunbond 
can be debonded before being provided on the coform. Also, a meltblown/spunbond laminate or a 
55 meitblown/spunbond/meltblown laminate as described in U.S. Patent No. 4,041,203 to Brock et al can be 
provided on the coform web and the assembly hydrauiicaliy entangled. 
"Please conversions list, attached. 

Spunbond polyester webs which have been debonded by passing them through hydraulic entangling 



6 



-ID: <EP 0333228A2_I_> 



EP 0 333 228 A2 

equipment can be sandwiched between, e.g., staple coform webs, and entangle bonded. Also, unbonded 
melt-spun polypropylene and knits can be positioned similarly between coform webs. This technique 
significantly increases web strength. Webs of meltblown polypropylene fibers can also be positioned 
between or under coform webs and then entangled. This technique improves barrier properties. Laminates 
of reinforcing fibers and barrier fibers can add special properties. For example, if such fibers are added as a 
comingled blend, other properties car. be engineered. For example, lower basis weight webs (as compared 
to conventional loose staple webs) can be produced since meltblown fibers add needed larger numbers of 
fibers for the structural integrity necessary for producing low basis weight webs. Such fabrics can be 
engineered for control of fluid distribution, wetness control, absorbency, printability. filtration, etc., by, e.g., 
controlling pore size gradients (e.g., in the Z direction). The coform can also be laminated with extruded 
films, foams (e.g., open ceil foams), nets, staple fiber webs, etc. 

It can also be advantageous to incorporate a super-absorbent material or other particulate materials, 
e.g., carbon, alumina, etc., in the coform. A preferable technique with respect to the inclusion of super- 
absorbent material is to include a material in the coform which can be chemically modified to absorb water 
after the hydraulic entanglement treatment such as disclosed in U.S. Patent No. 3,563,241 to Evans et al. 
Other techniques for modifying the water solubility and/or absorbency are described in U.S. Patent Nos. 
3,379,720 and 4,128,692 to Reid. The super-absorbent and/or particulate material can be intermingled with 
the non-elastic meltblown fibers and the fibrous material, e.g., the at least one of pulp fibers, staple fibers, 
meltblown fibers and continuous filaments at the location where the secondary gas stream of fibrous 
material is introduced into the primary stream of non-elastic meltblown fibers. Reference is made to U.S 
Patent No. 4,100,324 with respect to incorporating particulate material in the coform. Particulate material 
can also include synthetic staple pulp material, e.g., ground synthetic staple pulp fibers. 

Rgs. 2A and 2B are photomicrographs of a meltblown and cotton coform of the present invention, in 
particular, the coform materials are 50% cotton and 50% meltblown polypropylene. The coform was 
hydraulically entangled at a line speed of 23 fpm" on a 100 x 92 mesh* at 200, 400, 800, 1200, 1200 and " 
1200 psi on each side, the coform has a basis weight of 68 gsm. The last side treated is shown facing up in> 
Fig. 2A, while the first side treated is shown facing up in Fig. 2B. 

'Please see conversion list, attached. 

Rgs. 3A and 38 are photomicrographs of a meltblown and pulp coform of the present invention. In 
particular, the coform materials are 50% IPSS and 50% meltblown polypropylene. The coform was 
hydraulically entangled at a line speed of 23 fpm" on a 100 x 92 mesh" at 400, 400 and 400 psi* on one 
side. The coform has a basis weight of 20 gsm. Fig. 3A shows the treated side facing up, while the 
untreated side is shown facing up in Fig. 3B. 

"Please see conversions table, attached. 

Fig. 4 is a photomicrograph of a meltblown and spunbond coform of the present invention. In particular, 
the coform materials are 75% spunbond polypropylene having an average diameter of about 20um and 
25% meltbiown polypropylene. The coform was hydraulically entangled at a line speed of 23 fpm on a 100 
x 92 mesh at 200 psi for six passes, 400 psi. 800 psi and at 1200 psi for three passes on one side. The 
coform has a basis weight of 46 gsm. The treated side is shown facing up in Rg. 4. 

Various examples of processing conditions will be set forth as illustrative of the present invention. Of 
course, such examples are illustrative and are not limiting. For example, commercial line speeds are 
expected to be higher, e.g., 400 fmp or above. Based on sample work, line speeds of, e.g., 1G00 or 2000 
fpm may be possible. 

In the following examples, the specified materials were hydraulically entangled under the specified 
conditions. The hydraulic entangling for the following examples was carried out using hydraulic entangling 
equipment similar to conventional equipment, having jets with 0.005 inch" orifices, 40 orifices per inch, and 
with one row of orifices, as was used to form the coforms shown in Figs. 2A, 2B, .3A, 3B and 4. The 
percentages of materials are given in weight percent. 

"Please see conversions table, attached. 



Example 1 

Coform materials: IPSS - 50%/meltblown polypropylene - 50% 
Hydraulic entangling processing line speed: 23 fpm" 

Entanglement treatment (psi of each pass); (wire mesh employed for the coform supporting member): 




EP 0 333 228 A2 



Side one: 


750, 


75Q, 


750; 


100 X 92 


Side two: 


750, 


750, 


750; 


100 X 92 



V.ease see conversions table, attached. 



Example 2 



Ccform materials: IPSS - 50%/meltbfown polypropylene - 50% 
Hydraulic entangling processing line speed: 40 fpm 
Entanglement treatment (psi of each pass); (wire mesh): 



Side one: 


100, 


750, 


750, 


750, | 750; 


100 X 92 


Side two: 


750, 


750, 


750; 


100 X 92 





2D 



Example 3 



Ccform materials: IPSS - 30%/meltbiown polypropylene - 70% 
Hydraulic entangling processing line speed: 40 fpm 
Entanglement treatment (psi of each pass); (wire mesh): 



20 



Side one: 


100, j 500, | 500, 


500, 


500, 


500; 


100 X 92 


Side two: 


not treated 











Example 4 



25 



Coform materials: IPSS - 40%/meltblown polypropylene - 60% 
Hydraulic entangling processing line speed: 40 fpm 
Entanglement treatment (psi of each pass); (wire mesh): 



40 



Side one: 


1200, 


1200. 


1200; 


20X20 


Side two: 


1200, 


1200, 


1200; 


20 X20 
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Example 5 



Coform materials: IPSS - 50%/meltblown polypropylene - 50% 
Hydraulic entangling processing iine speed: 23 fpm 
50 Entanglement treatment (psi of each pass); (wire mesh): 



Side one: 


900, 


900, 


900; 


100 X 92 


Side two: 


300, 


300, 


300; 


20X20 
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Cbform materials: Cotton - 50%/meitblown polypropylene - 50% 
Hydraulic entangling processing line speed: 23 fpm 
Entanglement treatment (psi of each pass); (wire meSh): 



Side one- 


800, 


800, 


800; 


100 X 92 


Side two: 


800, 


800, 


800; 


100 X 92 



10 



Example 7 



Coform materials: Cotton - 50%/meltblown polypropylene - 50% 
Hydraulic entangling processing line speed: 40 fpm 
75 Entanglement treatment (psi of each pass); (wire mesh): 



20 



Side one: 


1200, 


1200, 


1200; 


20 X20 


Side two: 


1200, 


1200, 


1200; 


20 X20 



Example 8 



25 



Coform materials: Cotton - 50%/meltblown polypropylene - 50% 
Hydraulic entangling processing line speed: 40 fpm 
Entanglement treatment (psi of each pass); (wire mesh): 



oo 



Side one: 


200, 


400, 


800, 


1500, 


1500, 


1500; 


1 00 X 92 


Side two: 


200, 


400, 


800, 


1500, 


1500. 


1500; 


100 X 92 
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Example 9 



40 



45 



Coform materials: Polyethylene terephthaiate staple - 50%/ meltblown polybutylene terephthalate - 50% 
Hydraulic entangling processing line speed: 23 fpm 
Entanglement treatment (psi of each pass); (wire mesh): 



Side one: 


1500, 


1500, 


1500; 


100X92 


Side two: 


1500, 


1500, 


1500; 


100 X 92 



Example 10 



so Coform materials: Cotton - 60%/meltblown polypropylene - 40% 
Hydraulic entangling processing line speed: 23 fpm 
Entanglement treatment (psi of each pass); (wire mesh): 



55 



Side one: 


1500, 


1500, 


1500; 


100 X 92 


Side two: 


700, 


700, 


700; 


20 X20 
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Example 1 1 



A laminate having a pulp ccform !ayer sandwiched between two staple fiber layers was subjected t 0 
5 hydraulic entangling as follows: 



70 



Laminate: 



Layer 1: 
Layer 2: 
Layer 3: 



Polyethylene terephthaiate • 50% / Rayon - 50% (approx. 20 gsm) 
IPSS - 60% / meltblown polypropylene - 40% (approx. 40 gsm) 
Polyethylene terephthaiate - 50% / Rayon - 50% (approx. 20 gsm) 



Hydraulic entangling processing fine speed: 23 fpm 
Entanglement treatment (psi of each pass) ; (wire mesh) : 



75 



Side one: 


300, 


800, 


800; 


100X92 


Side two: 


200, 


600, 


800; 


20 X20 



20 



Example 12 



25 



30 



cno, An , u " bonded s P unbond polypropylene (approx. 14 g/m*) was sandwiched between two IPSS - 
50 ,o.meltblcwn polypropylene - 50% (approx. 27 g/m*) webs and subjected to the following hydraulic 
entangling procedure: y y 

Hydraulic entangling processing line speed: 23 fpm* 
Entanglement treatment (psi of each pass); (wire mesh)*: 



Side one: 


700, 


700, 


700; 


100X92 


Side two: 


700, 


700, 


700; 


100 X 92 



35 



'Please see conversion table, attached. 



EXAMPLE 13 



4Q 



45 



A partially debonded DuPont Reemay 2006 (polyester) spunbond (approx. 20 g/m*) was sandwich^ 
between two cotton - 50%/meitblown polypropylene - 50% coform webs (approx. 15 gj) and subjected to 
the following hydraulic entangling procedure: 
Hydraulic entangling processing line speed 40 fpm 
Entanglement treatment (psi of each pass); (wire mesh): 



50 



Side one: 


100, 


1200, 


1200, 


1200; | 100X92 


Side two: 


1200, 


1200, 


1200; 


100X92 



Example 14 

55 



The same starting material as in Example 13 was subjected to the same treatment as in Example 13 
except that the wire mesh was 20 x 20 for each side. 

Physical properties of the materials of Examples 1 through 14 were measured in the following manner: 



10 
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The bulk was measured using an Ames bulk or thickness tester (or equivalent) available in the art. The 
bulk was measured to the nearest 0.001 inch." 

'Please see conversion table, attached. ; 

The basis weight and MD and CD grab tensiles were measured in accordance with Federal Test 
5 Method Standard No. 191 A (Methods 5041 and 5100, respectively). 

The abrasion resistance was measured by the rotary platform, dcubie-head (Tabor) method in 
accordance with Federal Test Method Standard No 191 A (Method 5306). Two type CSiO wheels (rubber 
based and of medium coarseness) were used and loaded with 500 grams. This test measured the number 
of cycles required to wear a hole in each material. The specimen is subjected to rotary rubbing action 
io under controlled conditions of pressure and abrasive action. 

A "cup crush" test was conducted to determine the softness, i.e., hand and drape, of each of the 
samples. This test measures the amount of energy required to push, with a foot or plunger, the fabric which 
has been pre-seated over a cylinder or "cup". The lower the peak load of a sample in this test, the softer, 
or more flexible, the sample. Values below 100 to 150 grams correspond to what is considered a "soft" 
75 material. 

The ' absorbency rate of the samples was measured on the basis of the number of seconds to 
completely wet each sample in a constant temperature water bath and oil bath. 

The results of these tests are shown in Table 1. In Table 1, for comparative purposes, are set forth 
physical properties of two known hydraulically entangled nonwoven fibrous materials. Sontara<s>8005, made 

20 with a 100% polyester staple fiber (1.35 d.p.f." x 3/4"*) from EJ. DuPont de Nemours and Company, and 
Optima®, a woodpulp-polyester fabric converted product from American Hospital Supply Corp. Table 2 
shows, for comparative purposes, physical properties of the coform material of Examples 1, 6, 9 and 12 
before the coform material is subjected to hydraulic entangling treatment. The unentangled coform material 
of Examples 1, 6, 9 and 12 has been designated 1 ,6,9' and 12', respectively, in Table 2. 

25 "Please see conversions list, attached. 
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Fail Energy 
(in-lb) 


6.5 
7.6 
16.8 
J. 4 


(J 
c 

'o 

c 
a 
H 

-C 
u 

CI 

c 

c 


Peak 
Strain (%) 


54.7 
63.1 
172.6 
44.4 


Peak 
Elongalion 


r CO CJJ C\J CO 

'- T— !_J^j -^J 


Peak 
Load (lb) 


CM CO CO CO 
^ CO C\j CM 




Peak 
Energy 
(in-lb) 


— ; CM CO CO 
t ^ N - 




Fail Energy 
(in-lb) 


CM O N. O 
CM ^ -r-' CO 


4D Grab Tensiles 


Peak 
Strain (%) 


16.7 
35.8 
46.4 
26.1 


Peak 
Elongation 
(in) 


in ~ ^ co 
d ^ © 




Peak 
load (lb) 


O N lO CO 

cm cvi o cvi 




Peak 
Energy , 
(in-lb) 


CO OD ^ CM 

d ^ d ^ 




Bulk (in) 


0.041 
! 0.048 
0.078 
0.059 




Basis Wt. 
(gsm) 


CO CO h». CM 
CO IT) CO N 




Unentangled 
Coform of 
Example 


^ CO OS CM 
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As can be seen in the foregoing Table 1, nonwoven fibrous material within the scope of the present 
invention can have an excellent combination of properties of strength and abrasion resistance. Moreover, it 
is possible to obtain materials having a range of abrasion resistance and softness using the same substrate 
by varying the process conditions, e.g., mechanically softening. The use of meltblown fibers in the present 

5 invention provides webs having greater CD recovery. 

The webs of the present invention have unoriented fibers, unlike carded webs, and thus have good 
isotropic strength properties. Moreover, the webs of the present invention have higher abrasion resistance 
than comparable carded webs. The process of the present invention is more advantageous than embossing 
since embossing creates interfiber adhesion in a web, resulting in a stiffer web. Laminates including the 

10 coform of the present invention have increased strength and can be used as, e.g., garments. This case is 
one of a group of cases which are being filed on the same date. The group includes (1) "NONWOVEN 
FIBROUS ELASTOMERIC WEB MATERIAL AND METHOD OF FORMATION THEREOF" L. Trimble et al 
(K.C.) Ser. No 7982 - Our file No. K5016-EP, (2) "NONWOVEN FIBROUS NON-EU\STIC MATERIAL AND 
METHOD OF FORMATION THEREOF", F. Radwanski et al (K.C. Ser. No. 7978, Our K 5015-EP),(3) 

75 "NONWOVEN ELASTOMERIC WEB AND METHOD OF FORMING THE SAME", F. Radwanski et al (K.C. 
Ser. No. 7975 -Our File No. K 5018-EP),(4) "NONWOVEN NON-ELASTIC WEB MATERIAL AND METHOD 
OF FORMATION THEREOF", F. Radwanski et ai (K.C. Ser. No. 7974, Our File No. K 5019-EP)and (5) 
"BONDED NONWOVEN MATERIAL; METHOD AND APPARATUS FOR PRODUCING THE SAME." F. 
Radwanski,(K.C. Ser. No. 8030, Our File No. K 5017-EP) 

20 The contents of the other applications in this group, other than the present application, are incorporated 
herein by reference. 

While we have shown and described several embodiments in accordance with the present invention, it 
is understood that the same is not limited thereto, but is susceptible of numerous changes and modifica- 
tions as are known to one having ordinary skill in the art, and we therefor do not wish to be limited to the 
25 details shown and described herein, but intend to cover all such modifications as are encompassed by the 
scope of the appended claims. 



List of Conversions 
30 - " — ~~ 

1 pound per square inch (psi) = 0.069 bar 
1 root-pound/inch 2 « sec = 0.21 J/cm 2 « sec 
1 inch = 2.54 cm 
35 1 denier = 1/9tex(= l/9g/km) ' 
1 oz./yd 2 = 33.91 g/m 2 

1 d.p.f. = denier per filament (1 denier = 1/9 tex = 1/9 g/km) 
1 fpm = 0.305 meters per minute 
1 in-lb = 0.113 Nm (= Joule) 
40 1 lb = 0.453 kg 

mesh = i.e. 20 x 30 mesh = 20 filaments warp direction 30 filaments shute direction per square inch (1 
inch = 2.54 cm) 

1 mil = 0.0001 inch - 1 inch = 2.54 cm 

45 

Claims 

1. A nonwoven fibrous self-supporting non-elastic material comprising a hydraulically entangled admix- 
ture of non-elastic meltblown fibers and fibrous material, said admixture having been subjected to high 

so pressure liquid jets causing the entanglement and intertwining of said non-elastic meltblown fibers and said 
fibrous material. 

2. A nonwoven fibrous self-supporting non-elastic material according to Claim 1, wherein said fibrous 
material is at least one of puip fibers, staple fibers, meltblown fibers and continuous filaments. 

3. A nonwoven fibrous self-supporting non-elastic material according to Claim 2, wherein said admixture 
55 which has been hydraulically entangled is an admixture formed by extruding material of the non-elastic 

meltblown fibers through a meltbiowing die and intermingling said at least one of puip fibers, staple fibers, 
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meltblown fibers and continuous filaments with the extruded material, and then codepositing the inter- 
ring^ meitblown fioers and the at least one of pulp fibers, staple fibers, meltblown fibers and continuous 
filaments on a collecting surface. 

4. A nonwoven fibrous self-supposing non-elastic material according to Claim 2 or 3 wherein said 
s admixture consists essentially of non-elastic meltblown fibers and pulp fibers. 

5. A nonwoven fibrous self-supporting non-elastic material according to one of claims 2 to 4 wherein 
sa.d nonelast meltblown fibers are made from a thermoformable material selected from the group consisting 
of pc:yo.ropylene. polyethylene, polybutylene terephthalate and polyethylene terephthalate 

6. A nonwoven fibrous self-supporting non-elastic material according to Claim 2 or 3 wherein said 
io admixture consists essentially of non-elastic meltblown fibers and staple fibers. 

7. A nonwoven fibrous self-supporting non-elastic material according to Claim 6, wherein said staple 
fibers are natural stapie fibers. 

8. A nonwoven fibrous self-supporting non-elastic material according to Claim 6, wherein said staple 
fibers are synthetic staple fibers. M 

'5 9. A nonwoven fibrous self-supporting non-elastic material according to Claim 2 or 3 wherein said 
admixture consists essentially of non-elastic meltblown fibers. 

10. A nonwoven fibrous self-supporting non-elastic material according to Claim 9 wherein said 
admixture consists essentially of non-elastic meltblown microfibers and non-elastic meltblown macrofibers 

11. A nonwoven fibrous self-supporting non-elastic material according to one of the preceding claims 
20 wherein said material has at least one patterned surface. ' » 

12. A nonwoven fibrous self-supporting non-elastic material according to one of the preceding claims 
wherein said admixture further comprises a particulate material. 

13. A nonwoven fibrous self-supporting non-elastic material according to Claim 12 wherein said 
particulate material is a super-absorbent material. 

14. A nonwoven fibrous self-supporting non-elastic material according to Claim 2 or 3 wherein said 
admixture consists essentially of non-elastic meltblown fibers and continuous filaments 

15. A nonwoven fibrous self-supporting non-elastic material according to Claim 14 wherein said 
continuous filaments are spunbond continuous filaments. 

15. A nonwoven fibrous self-supporting reinforced non-elastic coform material comprising a coform web 
of an adm.xture of non-elastic meltblown fibers and fibrous material, and a reinforcing material, said coform 
web and sa.d reinforcing material having been subjected to high pressure liquid jets to cause the hydraulic 
entanglement and intertwining of said non-elastic meltblown fibers, said fibrous material and said reinforcing 

17. A nonwoven fibrous self-supporting reinforced non-elastic coform material according to Claim 16 
filam r en n ts Sai<j fibr ° US matSria ' " * ^ ° f PU ' P ^ fibera ' me,tb,own fibers and continuous 

18. A nonwoven fibrous self-supporting reinforced non-elastic coform material according to Claim 16 or 
1 / wherein said reinforcing material is a spunbond material. 

19 ; A P roc fs for forming a nonwoven hydraulically entangled non-elastic coform material comprising 
proving an adm.xture comprising non-elastic meltblown fibers and fibrous material on a support, jetting a 
=1h / °l h, 9 h -e ressure lic > uid strea ™ fovvard a surface of said admixture, thereby hydraulically entangling 
and intertwining said non-elastic meltblown fibers and said fibrous material. 

20. A process according to Claim 19, wherein said fibrous material is at least one of pulp fibers staple 
fibers, meitblown fibers and continuous filaments. 

21. A process according to Claim 20, wherein said admixture has been provided by extruding material 
of the non-elastic meltblown fibers through a meltblowing die. intermingling said at least one of pulp fibers 
staple fibers, meltblown fibers and continuous filaments with the extruded material, and then codepositing 
the non-elast.c meltblown fibers and the at least one of pulp fibers, staple fibers, meltblown fibers and 
continuous filaments on a collecting surface. 

22. A process according to one of claims 19 to 21, wherein said support is an apertured support 

23. A process according to one of claims 20 to 22 wherein said admixture consists essentially of non- 
eiastic meltblown fibers and pulp fibers. 

? 4 " A uI? CeSS accordin 9 10 one of claims 20 t0 22 wherein said admixture consists essentially of non- 
elastic meltblown fibers and staple fibers. 

25. A process according to Claim 24. wherein said staple fibers are natural staple fibers 
25. A process according to Claim 24, wherein said staple fibers are synthetic staple fibers 

" i P ^? C8SS acCording t0 one of claims 20 t0 22 herein said admixture consists essentially or non- 
elastic meltblown fibers. 
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28. A process according to Claim 27, wherein said admixture consists essentially of non-elastic 
meltblown microiibers and non-elastic meltblown macrofibers. 

29. A process according to one of claims 20 to : 22 wherein said admixture consists essentially of non- 
elastic meltblown fibers and continuous filaments. 

5 30. A process according to Claim 29, wherein said continuous filaments are spunbond continuous 

filaments. 

31. A process according to Claim 20 or 21 wherein said non-elastic meltblown fibers are made from a 
thermoformable material selected from the group consisting of polypropylene, polyethylene, polybutylene 
terephthaiate and polyethylene terephthaiate. 
w 32. A process according to one of claims 19 to 31 wherein said material has at least one patterned 
surface. 

33. A process according to one of claims 19 to 32 wherein said admixture further comprises a 
particulate material. 

34. A process according to Claim 33, wherein said particulate material is a super-absorbent material. 

75 35. A process according to one of claims 19 to 34 wherein at least one of said admixture on a support 
and said plurality of high-pressure liquid streams are moved relative to one another so that said plurality of 
high-pressure liquid streams traverses the lengxh of said admixture on said support. 

36. A process according to Claim 35, wherein said plurality of high-pressure liquid streams traverses 
said admixture on said support a plurality of times. 

20 37. A process according to Claim 35, wherein the admixture has opposed major surfaces, and said 

plurality of high-pressure liquid streams are jetted toward each major surface of said admixture. 

38. A process for forming a nonwoven fibrous self-supporting reinforced non-elastic coform material 
comprising providing a composite comprising a coform web made of an admixture of non-elastic meltblown 
fibers and fibrous material, and a reinforcing material on a support, and jetting a plurality of high pressure 

25 liquid streams toward at least one surface of said composite, thereby hydraulicaily entangling and 
intertwining said non-eiastic meltblown fibers, said fibrous material and said reinforcing material. 

39. A process according to Claim 38, wherein said fibrous material is at least one of pulp fibers, staple 
fibers, meltblown fibers and continuous filaments. 

40. A process according to Claim 38, or 39 wherein the composite has opposed major surfaces, and 
30 said plurality of high-pressure liquid streams are jetted toward each major surface of said composite, 

41. The product formed by the process of one of claims 19 to 37. 

42. The product formed by the process of one of claims 38 to 40. 
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FIG. 2B 
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FIG. 3B 
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FIG. 4 



THIS PAGE BLANK (usptoj 



0 



J 



European Patent Office 
Office europeen des brevets 



© Publication number: 



0 333 228 

A3 



EUROPEAN PATENT APPLICATION 



© Application number: 89104850.6 
<§) Date of filing: 17.03.89 



© int. CIA D04H 1/54 , D04H 1/56 



© Priority: ia03.88 US 170208 


© Applicant: KIMBERLY-CLARK CORPORATION 


© Date of publication of application: 


401 North Lake Street 


Neenah Wisconsin 54956(US) 


20.09.89 Bulletin 89/38 


© Designated Contracting States: 


© Inventor: Radwanski, Fred R. 


4310 Mary Court 


AT BE CH DE ES FR GB GR IT LI LU NL SE 


Norcross Georgia 30092(US) 


® Date of deferred publication of the search report: 


Inventor: Chambers, Leon E., Jr. 


245 Mill Creek Place 


02.05.90 Bulletin 90/18 


Roswell Georgia 30076(US) 




Inventor: Trimble, Lloyd E. 




Route 2, Box 33A 




Dustin Oklahoma 74839(US) 




Inventor: Connor, Linda A. f 




76 Spalding Trail 




Atlanta Georgia 30328(US) 




© Representative: Diehi, Hermann Dr. et al 




Diehl & Glaeser, HiitI & Partner 




Fluggenstrasse 13 




D-8000 Munchen 19(DE) 



© Nonwoven fibrous non-elastic material and method of formation thereof. 



CO 
< 

00 
CM 

eg 

CO 
CO 
CO 



CL 
LU 



© Nonwoven fibrous non-elastic webs, reinforced 
nonwoven fibrous non-elastic webs and methods of 
forming the same are disclosed. The nonwoven fi- 
brous non-elastic webs are a hydraulically entangled 
coform or admixture of non-elastic meltblown fibers 
and fibrous material, with or without particulate ma- 
terial. The fibrous material (e.g., non-elastic fibrous 
material) can be at least one of pulp fibers, staple 
fibers, meltblown fibers and continuous filaments. 
The use of meltblown fibers facilitates the hydraulic 
entangling, resulting in a high degree of entangle- 
ment and enabling the more effective use of shorter 
fibrous material. The hydraulic entangling technique 
provides a nonwoven fibrous material having a high 
web strength and allows for good control of other 
product attributes, such as absorbency. wet strength, 
printability and abrasion, resistance.- The coform can 
be hydraulicaily entangled with a reinforcing ma- 
terial, e.g.. a melt-spun nonwoven, a scrim, screen, 



net, etc. 
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